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(54) Modifier of cellulose fibers and modification method of cellulose fillers 

(57) A compound A expressed by the following chemical torrmto (wherein R denotes an organic group including a 
hydrocaitxm group, an alkanolamine group, an arontatic group and/or a group Including a polyoxyalkylene adduct; m 
denotes a positive integer of 0 to 3 and can be represented by a plurality of values; and k denotes a positive integer of 
2 to 6) and containing a chlorohydrin group at its terminal is brought into contact with cellulose fbers in an aqueous 
phase in the presence of an alkali metal compound so that the cellulose fibers are crosslinked at the molecular level. 
Thus, the crosslinking reaction occurs on the surface of the cellulose fiber, and the anti-fibrillation effect and deep dye- 
ing effect can be obtained writhout damaging the soft feeling of the cellulose fiber. 
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CH2CI OH 
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Description 

[0001] The present invention relates to a modifier of cellulose fibers and a modification method of cellulose fibers. 
More specif ically, the present invention relates to an anti-fibrillation agent or a deep dyeing agent for modifying cellulose 
5 fibers without damaging the softness and to a deep dyeing pretreatment method. Moreover, the term fber used in the 
present invention widely Includes cottons, tows, yarns, woven fabrics, knitted fabrics, nonwoven fabrics and fiber prod- 
ucts. 

[0002] Hitherto, cellulose fibers, for example, cotton fibers; regenerated cellulose f bers such as viscose rayon (rayon, 
polynosic, pdyviscose, etc.). cuprammonium rayon (Cupra), refined cellulose fibers (for example, Tencel produced by 

10 Courtaulds Fibers (UK)), etc.; semisynthetic cellulose fbers such as cellulose acetate (acetate, diacetate. triacetate) 
fibers, prontix (polyacrylonitrile-milk protein graft fber). etc.; linen fbers; or the like, easily undergo fibrillation. The fibril- 
lation herein denotes a phenomenon in which microfibers forming one fiber are split in the length direction of the fiber. 
The fibrillation causes whitening of the fiber, thus deteriorating the quality of the fiber. Methods for effectively preventing 
the fibrillation have not been suggested to date. 

16 [0003] In particular, the refined cellulose fber has fber strength stronger than that of rayon and a soft feeling peculiar 
to rayon. However, since the refined cellulose fber has a single fber structure having a uniform and dense fber cross 
section instead of a skin-core structure, it is easily f ibrillated. The recent researches and developments of the refined 
cellulose fibers have focused on anti-pilling technologies. Among the refined cellulose fibers, in the refined cellulose 
fiber in which the fiber surface is intentionally fbrillated by a crumpling and pounding process and then the fibrillated 

20 fibers are melted and removed by a cellulase process, pilling hardly occurs. Such a refined cellulose fber has a feeling 
of a so-called peach skin finish fabric, and is evaluated as a fber niaterial suitable for the purpose of the fashion aspect 
(Publication of JP No. 5-133833 A). 

[0004] However, the above-mentioned method has problems, for example, the thinning of fibers and a long duration 
and complicated operation. Thus, it is not a sufficient method because it may deteriorate the strength, or it may lead to 

25 the poor operation efficiency. Furthermore, although the peach skin finish fabric may be suitable for the purpose of fash- 
ion, it is not suitable for the general-purpose. Thus, the application of the use and using method are limited. 
[0005] In such circumstances, many methods for preventing the fibrillation by chemically treating fibers have been 
suggested. Examples of such methods include a method of treating fibers with a bifunctionai aldehyde based treating 
agent (see Publication of JP No. 8-49167 A), a method of treating fibers with diglyckJyl ether based treating agent (see 

30 Publication of JP No. 9-137384 A), or the like. 

[0006] In such methods, however, as in usual resin processing methods, the softness of fbers is deteriorated and the 
fibers cannot practically be used. Furthermore, unevenness in dyeing easily occurs. 

[0007] Furthermore, a reactive dye, a direct dye, a vat dye, a sulphur dye, a naphthol dye, or the like, is used for dyeing 
the cellulose fibers. However, each dye has its own effective dye uptake. In general, the dyeing concentration beyond 

35 the concentration when the dyeing site of each fber is dyed cannot be expected. The reactive dyeing achieved by ion 
bonding (for example, dyeing of nylon and wool with acid dye, dyeing of acrylic fbers witii basic dye) has an excellent 
dyeing efficiency. However, tiie dyeing efficiency of a reactive dye that reacts with cellulose fiber by covalent bonding is 
inferior to that by ion bonding. In addition, ttie dyeing efficiencies of the direct dye, the vat dye, the sulphur dye and the 
naphthol dye, which bond to cellulose fibers by hydrogen bonding and Van der Waals force, have poorer dyeing effi- 

40 ciency than that by ion bonding, although it is not so poor as the case of the reactive dye. The deterioration of the dyeing 
efficiency is significantly shown in tiie case of the deep dyeing. In particular, since the reactive dye uses the most strong 
and stable chemical bonding, i.e. covalent bonding, it has an excellent wet color fastness. Furthermore, since the reac- 
tive dye permits wide range of dyeing in terms of color tone, the consumption of the reactive dye is the greatest in ail 
other dyes used for cellulose fbers. However, the reactive dye has a problem in dyeing efficiency It is a big challenge 

45 to improve the efficiency In dyeing cellulose fibers by direct dyes. It is therefore a first object of the present invention to 
provide an agent of preventing the fibrillation without damaging the softness of the cellulose fibers and a method there- 
for. 

[0008] It is a second object of the present invention to provide a dyeing agent capable of obtaining a deep dyeing 
effect by improving the efficiency in deep dyeing cellulose fibers and a deep dyeing pretreatment using the same. 
so [0009] In order to achieve the above-mentioned objects, the nxxlifier of cellulose fibers of the present invention con- 
tains a chlorohydrin group at the terminal of a compound A expressed by the following chemical formula 3: 
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(Chemical Formula 3) 

R-f-(0CH2CH) n|-OCH2CHCH2-C 1 
CH2CI OH 



(Compound A) 



10 



wherein. R denotes an organic group induding a hydrocartxjn group, an alkanolamine group, an aronnatic group and/or 
a group including a polyoxyaikylene adduct; m denotes a positive integer of 0 to 3 and can be represented by a plurality 
of numerical values: and k denotes a positive integer of 2 to 6. Herein, the compound A expressed by the above-men- 
tioned chemical formula may be a single compound or may be a mixture. 

15 [001 0] In the present invention, the modifier of the cellulose fibers is used as an anti-fibrillation agent or a deep dyeing 
agent. However, it can be used for the other objects within the scope of the purpose of the present invention. 
[001 1 ] It Is preferable that the cellulose fiber is at least one selected from the group consisting of a cotton fiber, viscose 
rayon, cupramnx)nium rayon, a refined cellulose fiber, a regenerated cellulose fiber and a linen fiber. Of course, the 
modifier can be used for the other cellulose fbers within the scope of the purpose of the present invention. 

20 [0012] The fixing annount of the modifier expressed by the above-mentioned chemical formula (compound A) with 
respect to the cellulose fiber Is preferably In the range from 0.05 to 10 weight %. more preferably in the range from 0.1 
to 8 weight %, and especially preferably in the range from 0.2 to 5 weight %. When the fixing amount is In the above- 
mentioned ranges, the modifier can contribute to both the anti-fibrillation and the deep dyeing. 
[0013] It is preferable that the modifier expressed by the above-mentioned chemical formula (compound A) is an 

25 aqueous composition (e.g. emulsion) and the concenb-ation of the chemical formula in the aqueous composition is 1 to 
30 parts by weight with respect to 100 parts by weight of water. When the modifier is in a form of aqueous emulsion, It 
easily can be used for ttie modifying treatment of cellulose fibers. Furthermore, when the concentration Is in the above- 
mentioned ranges, the modifier can contribute to both anti-fibrillation and deep dyeing. 

[0014] The R of the chemical formula (compound A) is a hydrocartx)n group that is a residue after glycerin, sorbitol 
30 and not more than a decamer of polyethylene glycols are reacted with each other; an alkanolamine group including a 

triethanolamine group or a diethanolamlne group; and a cresol group, a bisphenol A group or a bisphenol S group. 

When R is the above-mentioned organic group, the modifier contributes to both the anti-fibrillation and the deep dyeing. 

[0015] Next, the modification method of cellulose fibers is characterized in that the conpound A expressed by tiie 

above-mentioned chemical formula Is brought into contact with a cellulose fiber In an aqueous phase in the presence 
35 of an alkali metal compound, and then the cellulose fibers are crosslinked. 

[0016] It is preferable that the above-mentioned modification method of cellulose fibers is an anti-fibrillation method 

or a deep dyeing method. 

[0017] Furthermore, it is preferable in the above-mentioned metiiod that the concentration of tiie compound A in an 
aqueous composition (e.g. emulsion) is 1 to 30 parts by weight witii respect to 100 parts by weight of water. When the 
40 concentration falls In the above-mentioned range, the modifier contributes to both the anti-fibrillation and tiie deep dye- 
ing. 

[0018] Furthermore. In the above-mentioned method, the addition amount of the alkali metal conpound is preferably 
1 to 3 times moles, more preferably 1 .1 to 2.5 times moles, with respect to the nfX)lar number of the chlorohydrin group 
positioned at the terminal of said compound A. 
45 [001 9] It is preferable that the above-mentioned method uses at least one method selected from tine group consisting 
of an immersing method including a room temperature standing method and a heat stirring method; a padding metiiod 
including a pad-roll method, a calendar method, an ink jet printing method, a pad dry cure method or a pad steam 
method; a textile printing method; a spray method; and a cold batch method. 

[0020] Furtiiermore, it is preferable In tiie above-mentioned method that the alkali metal compound is an alkali metal 
so hydroxide. 

[0021] Furthermore, it is preferable In the above-mentioned method that tiie alkali metal hydroxide Is at least one 
selected from ttie group consisting of sodium hydroxkJe (NaOH) and potassium hydroxide (KOH). 
[0022] Since the above-mentioned anti-f ibriltation agent of the present invention contains a chlorohydrin group, when 
it is brought into contact witii the cellulose f ber in an aqueous phase in the presence of the alkali metal compound; first. 
55 the chloro group (—CI) of the alx)ve-mentioned compound A approaches the —OH groups of the cellulose fiber, and 
then NaCl is removed by a desalination reaction of tiie alkali metal compound (e.g. NaOH); and then the above-men- 
tioned compound A is chemically bonded (covalent bonding) to the cellulose fiber. Since the compound A includes two 
or more chlorohydrin groups in one molecule, the cellulose fiber is crosslinked by tiie compound A at the molecular 
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structure level. Thus, the fibrillation can be prevented. Due to the above-mentioned crosslinking. —OH group of the 
compound A is placed in a place that is more distant from the cellulose fiber than the place of -OH group of the original 
cellulose fiber. Therefore, the affinity for a dye is increased, thus improving the dyeing efficiency. Consequently, the 
deep dyeing of cellulose fibers can be achieved. 

5 [0023] As mentbned above, the present invention can provide a method of preventing the fibrillation without damag- 
ing the soft feeling of cellulose fibers by chemically treating the surface of the cellulose fiber by a crosslinking reaction. 
[0024] Furthermore, according to another aspect of the present invention, the deep dying effect can be obtained in 
dyeing cellulose fibers by a pretreatment. that is. a chemical treatment to the surface of the cellulose fiber by a 
crosslinking reaction. Furthermore, evenly dyed materials can be obtained. 

10 [0025] Hereinafter, the present invention will be described in detail. 

[0026] Examples of the cellulose fibers usable for preventing the fibrillation of the present Invention include generated 
cellulose fibers such as viscose rayon (rayon, polynosic, polyviscose, etc.). cuprammonium rayon (Cupra, Bemberg. 
etc.). a refined cellulose fiber (for example, Tencel produced by Courtaulds Fiber (UK)), etc.: semisynthetic fibers such 
as cellulose acetate (acetate, diacetate, triacetate) ftoers, promix (polyacrylon'rtrile-milk protein graft fiber), etc.; a cotton 

75 fiber, a linen fibers, or the like. Besides these examples, fibers including —OH group, for example, vinylon [— (CH2— 
CHOH)n— , wherein n denotes a positive integer to represent a repetitive unit number of the polymer] and polychlal [a 
copolymer of — {CH2— CHCI)n— and — (CHg— CHOH)n— , wherein n denotes a positive integer to represent a repeti- 
tive unit number of the polymer], or the like, are usable. 

[0027] R of the above-mentioned chemical formula (compound A) is a hydrocarbon group that is a residue after glyc- 
20 erin. sorbitol, and not more than a decamer of polyethylene glycols are reacted with each other; alkandamines such as 
triethanolamlne. diethanolamine, etc.; or an aromatic compound such as aesol. bisphenol A. bisphenol S, etc. 
[0028] Furthermore, m denotes a positive integer of 0 to 3. In particular, a mixture having a 50 wt.% or more of a com- 
pound of m=0 as main component Is preferatjle. Reference mark k is not particularly limited as long as it is 2 or more 
because It contributes to the crosslinking. However, practically, k is a positive integer of up to 6. 
25 [0029] A method for preventing cellulose fibers from fibrillating by using the compound A is not particularly limited as 
long as it can advance a reaction of the compound A and alkali metal compound with a hydroxyl group of the cellulose 
fiber on the fiber surface so as to fix with each other. The compound A is an Important factor of the present invention 
since the fibrillation effect depends upon the fixing anfK}unt of the compound A. The fixing amount Is in the range from 
0.05 to 10 weight %. preferably In the range from 0.1 to 8 weight %. and more preferably in the range from 0.2 to 5 
30 weight %. 

[0030] The practical treating method of the present invention is not particularly limited, and usual method may be used 
for treating fiber materials with the conpound A. Exarrples of treating methods include an immersing method such as 
a room temperature standing method and a heat stirring method; a padding method such as a pad-roll method, a cal- 
endar method, an ink jet printing method, a pad dry cure method or a pad steam method; a textile printing method; a 

35 spray method; a cold batch method; and the like. 

[0031] Moreover, the form of the cellulose to be treated in the present invention is not particularly limited. Exarrples 
of such cellulose forms include raw cotton, tow, ftoer, yarn, knitted fabric, non-woven fabric, etc. 
[0032] The alkali used herein denotes a hydroxide of an alkali metal or alkaline compound of carbonate, etc. For 
example, sodium hydroxide, potassium hydroxide, sodium carix)nate, potassium carixnate. etc. preferably can be 

40 used. Hydroxide of alkali metal is more preferred. 

[0033] In any case, it is preferable that the inside of the fiber materials is well impregnated with a treating agent. 
[0034] Therefore, it is of course effective that the treating agent is used in combination with a penetrating agent, a 
solvent, a thickener, etc., or that the treating agent is heated in use. However, care should be taken when using a com- 
pound that bonds to the compound A so as to produce dissoluble products. 

45 [0035] When the compound A cannot be water soluble due to the structure of R. it is made to be a form of an aqueous 
emulsion. In this case, an emulsif ier may be added to the compound A. As the emulsif ier. a nonionic emulsifier or a cat- 
ionic emulsif ier is preferably used in terms of obtaining the high qualHy dyed materials. 

[0036] Hereinafter, the present invention will be described specifically by way of Examples. In the bekjw mentioned 
Examples, all %s mean weight %s, unless othenwise noted. 
so [0037] First, the evaluation methods used in the present invention will be explained below. 

(1) Anti-fibriltation property 

[0038] As a system for examining the anti-fibrillation effect, JlS-L-0849 was used, and the whitening degree was eval- 
55 uated by a color fastness test method when the fabrics were subjected to rubbing. Moreover, it is preferable that a test 
fabric sample (woven fabric) is used so that the effect easily can be determined. 

[0039] In this test, by using a NIPPON GAKLUYUTU SINNKOKAI type tester for color fastness to rubbing, test fabric 
samples (white fabrics (cotton shirting)) dyed with a direct dye or an add dye were subjected to rubbing 100 times in a 
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wet state under a 200g weight. 

[0040] The whitening degree of the dyed test sample fabrics was determined by using a discoloration grey scale The 
results were evaluated by the following five criteria. 



10041] Moreover, in general, there is no problem if the fabric is evaluated as the grade 3 or more. However, the fabric 
of the grade 4 or more is desired. (2) Touch property 

[0042] The touch property of the cellulose fabric that was subjected to the anti-fibrillation treatment was examined by 
touching the fabric with a finger to determine its feeling. 
IS [0043] The feeling was evaluated on the following rating. 

1 : rough and hard 
2: slightly poor 
3: slightly good 
20 4: soft and good 

5: soft and extremely good 

(3) Dyeing method 

2$ [0044] In the following Examples 10 and above, experiments were carried out by using reactive dyes or direct dyes 
which have the lowest efficiency of dyeing fiber materials among the dyes for cellulose fibers. 

[Synthesizing method] 

30 Svnthesis Example 1 

[0045] 1 GO parts by weight of ethylene glycol was placed in a flask equipped with a stirring sticK a condenser, a ther- 
mometer and a dropping device, and the temperature was raised to 70 *C with stirring. As a catalyst, 0. 1 parts by weight 
of boron trifluoride was added to the f lasK stirred and mixed. Thereafter, when the temperature was elevated to 70 to 

35 80 ^C. 298 parts by weight of epichlorohydrin was added dropwlse. After the dropping was completed, the mixture was 
aged for 2 hours at 80 and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to adjust to pH 7. 
[0046] The obtained compound was a mixture containing about 70 % of principal objective substance (expressed by 
the following chemical formula 4) that was a reactant in which 1 mole ethylene glycol was reacted v^nth two moles 
epichlorohydrin. about 20 % of by-product (expressed by the following chemical formula 5) that was a reactant in which 

40 the above-mentioned principal objective substance was reacted with one mole epichlorohydrin. and about 1 0 % of by- 
product (expressed by the following chemical formufa 6) that was a reactant in which the above-mentioned principal 
objective substance was reacted with a further two moles of epichlorohydrin. 



5 



Grade 1 : much whitening (much fibrillation) is observed 

Grade 2: whitening is obsen^ed 

Grade 3: whitening is slightly observed 

Grade 4: whitening is hardly observed 

Grade 5: whitening is not observed (no fibrillation occurs) 
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(Chemical Formula 4) 

Cl-CHgCHCH^O-CCHjCH^O-CH^CHCHj-Cl 



OH 



OH 



so 



(R of the above-mentioned chemical formula (compound A): — CH2CH2— , m=0. k=2) 
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(Chemical Formula 5) 

Cl.CH2CHCH20.(CH2CH20)-(CHCH2-0).CH2CHCHrCl 

i I I 

OH CH2CI OH 

(R of the above-mentioned chemical formula (compound A):— CH2CH2— equivalent mbcture of compounds of m=0 and 
m=1,k=2) 

(Chemical Formxila 6) 

Cl-CH2CHCH20.(CHCH2-0)-(CH2CH20)-(CHCHj.O)-CH2CHCH2.Cl 

I I I I 

OH CH3CI CH2CI OH 



(R of the above-mentioned chemical formula (compound A):— CH2CH2— , m*1 , \i^2) 

Synthesis Example 2 

[0047] 1 00 parts by weight of glycerin was placed in a flask equipped with a stirring sticK a condenser, a thermometer 
and a dropping device, and the temperature was raised to 70 with stirring. As a catalyst, 0.1 parts by weight of boron 
trif luoride was added to the flask, stirred and mixed. Thereafter, when the temperature was elevated to 70 to 80 "C, 200 
parts by weight of epichlorohydrin was added dropwise. After the dropping was completed, the mixture was aged for 2 
hours at 80 °C and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to adjust to pH 7, 
[0048] The compound expressed by the following chemical formula 7 was obtained. 

(Chemical Formula 7) 

[0049] R of the above-mentioned chemical formula (compound A): — CH2CH(OH)CH2— m=0, k»2 
Synthesis Example 3 

[0050] 1 00 parts by weight of glycerin was placed in a flask equipped with a stinging sticK a condenser, a thermometer 
and a dropping device, and the temperature was raised to 70 ^'C with stirring. As a catalyst, 0.1 parts by weight of boron 
trif luoride was added to the flask, stined and mixed. Thereafter, when the temperature was elevated to 70 to 80 *C, 300 
parts by weight of epichlorohydrin was added dropwise. After the dropping was completed, the mixture was aged for 2 
hours at 80 and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to adjust to pH 7. 
[0051 ] The obtained compound was a mixture comprising 25% of compound expressed by the following chemical for- 
mula 8 and 75% of compound expressed by the following chemical formula 9. 
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(Chemical Formula 8) 

OH 

OCH2CHCH2-CI 

CI-CH2CHCH2-OCH2CHCH2O-CH2CHCH2-CI 

OH in=0 OH 

ni=0 ID=0 

IS 

R of the above-mentioned chemical formula (compound A); 

CH2CHCH2 — , 



m=0, k=3 

(Chemical Formtila 9) 

CI-CH2CHCH2-CH2CHCH2-OCH2CHO-CH2CHCH2-CI 
^0 I I I I 

OB OH CH2CI OH 

iD=0 ni=l 

35 

(R of the above-mentioned chemical formula (compound A): — CH2CH(OH)CH2— m=0, 1 , k=2) 
Svnthesis Example 4 

40 [0052] 100 parts by weight of polyethyleneglycolal (PEG-200) was placed in a flask equipped with a stirring sticK a 
condenser, a thermometer and a dropping device, and the temperature was raised to 70 °C with stirring. As a catalyst, 
0. 1 parts by weight of boron trif luoride was added to the flask, stirred and mixed. Thereafter, when the temperature was 
elevated to 70 to 80 °C. 92.5 parts by weight of epichlorohydrin was added dropwise. After the dropping was completed, 
the mixture was aged for 2 hours at 80 °C and 0.1 parts by weight of sodium hydroxide was added to neutralize so as 

45 to adjust to pH7, 

[0053] The compound expressed by the following chemical formula 10 was obtained. 

[0054] Hereinafter. In the fblkwing chemical formulae, R of the compound A expressed by the above-mentioned 
chemical formula, m and k will be expressed. 

so R; — (CHgCHaOja-CHgCHg— m=1 .k=2 (CHEMICAL FORMULA 1 0) 

Synthesis Example 5 

[0055] 100 parts by weight of sorbitol was placed in a flask equipped with a stinring stick, a condenser, a thermometer 
55 and a dropping device, and the temperature was raised to 70 **C with stirring. As a catalyst, 0. 1 parts by weight of boron 
trifluoride was added to the flask, stirred and mixed. Thereafter, when the temperature was elevated to 70 to 80 °C. 305 
parts by weight of epichlorohydrin was added dropwise. After the dropping was conrpteted. the mixture was aged for Z 
hours at 80 "C and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to acQust to pH 7. 
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[0056] The conpound expressed by the folicwing chemical formula 1 1 was obtained. 



(Chemical Formula 11) 

R ; -CH^-CH-CH-CH-CH-CHa- 



m=0, k = 6 



Synthesis Example 6 

[0057] 100 parts by weight of bisphenol S and 74 parts by weight of epichlorohydrin were placed in a flask equipped 
with a stirring stick, a condenser, a thermometer and a dropping device, and the temperature was raised to 70 ^'C with 
stinring. As catalyst, 0.1 parts by weight of boron trifluoride was added to the flask, stirred and mixed. Thereafter, the 
mixture was aged for 2 hours at 80 and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to 
adjust to pH 7. 

[0058] The compound expressed by the following chemical formula 12 was obtained. 
(Chemical Formxila 12) 



$ ynthQ$i$ Ex^ m plg 7 

[0059] 100 parts by weight of dimethylol propionic acid and 137 parts by weight of epichlorohydrin were placed in a 
flask equipped with a stirring stick, a condenser, a themnometer and a dropping device, and the temperature was raised 
to 70 with stirring. As a catalyst, 0.1 parts by weight of boron trifluoride was added to the flasK stirred and mixed. 
Thereafter, the mixture was aged for 2 hours at 80 ""C and 0.1 parts by weight of sodium hydroxide was added to neu- 
tralize so as to adjust to pH 7. 

[0060] The compound expressed by the following chemical formula 1 3 was obtained. 



Synthesis Example 8 

[0061 ] 1 00 parts by weight of triethanolamine was placed in a flask equipped with a stirring stick, a condenser, a ther- 
mometer and a dropping device, and the temperature was raised to 70 ^'C with stirring. When the temperature was ele- 
vated to 70 to 80 ^'C. 186 parts by weight of epichlorohydrin was added dropwise. After the dropping was completed, 
the mixture was aged for 2 hours at 80 °C and 0.1 parts by weight of sodium hydroxide was added to neutralize so as 



R : 





(Chemical Formula 13) 
R ; -CHjCHCHj 



m= 0,k == 2 



COOH 
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to adjust to pH 7. 

[0062] The compound expressed by the following chemical formula 1 4 was obtained. 

^ (Chemical Formula 14) 

R ; -CH^CHj-N-CHjCHj- in=0,k = 3 

I 

CHgCHj- 

10 



Synthesis Example 9 



15 



[0063] 100 parts by weight of ethylenediamine ether with ethylene oxide-propylene oxide blocl< copolymer (ethylene 
oxide addition 20 %: molecular weight; 2.000) was placed in a flask equipped with a stin-ing stick, a condenser, a ther- 
mometer and a dropping device, and the temperature was raised to 70 with stirring. As a catalyst, 0. 1 parts by weight 
of boron trifluoride was added to the flasK stirred and mixed. Thereafter, when the temperature was elevated to 70 to 
20 80 ^'C. 18.5 parts by weight of epichlorohydrin was added dropwise. After the dropping was completed, the mixture was 
aged for 2 hours at 80 *C and 0.1 parts by weight of sodium hydroxide was added to neutralize so as to adjust to pH 7. 
[0064] The compound expressed by the following chemical formula 1 5 was obtained. 



25 



30 



35 



(Chemical Formula 15) 

R; N-CH2CH2-N m=0. k = 4 

Rl Rl 



wherein of the above-mentioned chemical formula 15 is expressed by the following chemical formula 16. 
(Chemical Formula 16) 



CH3 

Rl ; - (CH2CHO) ^-CH2CH20-CH2CH2- 



45 [0065] In the following Examples, refined cellulose fibers, which are the most easily f ibrillated of all cellulose f bers. 
were used. 



Example 1 
so (Treating bath) 

[0066] A treating bath was prepared by mixing 5 parts by weight of the compound (modifier) obtained in the Synthesis 
Exanple 1. 4 parts by weight of emulsif ier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight 
of water, and then adding 2 parts by weight of sodium hydroxide to the mixture. 

55 

(Treating method) 

[0067] A plain weave Tencel fabric (trade name of CoutaukJs Fibers, a refined cellulose) (10 gram) having a basis 
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weight of 150g/m^ was immersed in the above-obtained aqueous solution (temperature: 25*^0). squeezed with rolls at 
squeezing rate of 100%, and then heated at 120 °C for 5 minutes by using a tenter. The fabric was washed in hot water, 
acetate (90wt.% aqueous solution) was added to the fabric to neutralize, and then the fabric was washed in water 
Thereafter, the fabric was dried in air. Thus, a test fabric sample was made. The amount of the nxxJif iers attached to 
5 the test fabric sample was 0.2 weight %. Table 1 shows the results of the fibrillation property test of the obtained test 
fabric sample. 

Example 2 
10 (Treating bath) 

[0068] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 

2, 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. 

IS [0069] The same treating method and dyeing method as Example 1 were carried out. Table 1 shows the results of the 
fibrillation property test of the obtained test fabric sample. 

Example 3 

20 (Treating bath) 

[0070] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 

3, 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 2.5 parts by weight of sodium hydroxide to the mixture. 

25 [0071 ] The same treating method as Example 1 was carried out. Table 1 shows the results of the fibrillation property 
test of the obtained test fabric sample. 

Example 4 

30 (Treating bath) 

[0072] A treating bath was prepared by mixing 5 parts by weight of the compound obtained In the Synthesis Example 

4, 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 3.5 parts by weight of sodium hydroxide to the mixture. 

35 [0073] The same treating method as Example 1 was carried out. Table 1 shows the results of the fibrillation property 
test of the obtained test fabric sample. 

Example 5 

40 (Treating bath) 

[0074] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 

5, 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 10 parts by weight of sodium hydroxide to the mixture. 

45 [0075] The same treating method as Example 1 was carried out. Table 1 shows the results of the fibrillation property 
test of the obtained test fabric sample. 

Example 6 

so (Treating bath) 

[0076] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 

6, 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 2.5 parts by weight of sodium hydroxide to the mixture. 

55 [0077] The same treating method as Exanple 1 was carried out. Table 1 shows the results of the fibrillation property 
test of the obtained test fabric sample. 
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gxqmplg 7 
(Treating bath) 

5 [0078] A treating bath was prepared by nixing 5 parts by weight of the compound obtained in the Synthesis Exanple 
7. 4 parts by weight of emulsifier (20 adduct of mote stearyl atcoho) ethylene oxide) and 100 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. 

[0079] The same treating method as Example 1 was carried out. Table 1 shows the results of the fOxillation property 
test of the obtained test fabric sample. 

10 

Example 8 
(Treating bath) 

15 [0080] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 
8, 4 parts by weight of emulsifier (20 nx)le adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 3 parts by weight of sodium hydroxide to the mixture. 

[0081] The same treating method as Example 1 was carried out. Table 1 shows the results of the f ityitlation property 
test of the obtained test fabric sample. 

20 

Example 9 
(Treating bath) 

25 [0082] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesis Example 
9» 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 0.5 parts by weight of sodium hydroxide to the mixture. 

[0083] TTie same treating method as Example 1 was carried out. Table 1 shows the results of the fibrillation property 
test of the obtained test fabric sample. 

30 

Comparative Example 1 

[0084] 100 parts by weight of aqueous solution consisting of 30 parts by weight of methyienebis ((3-chloro-2- hydrox- 
ypropy!) dimethylammonium chloride), 10 parts by weight of its dimer (hereinafter, "Cr will be used for the mixture of 

35 a monomer and a dimer) and 60 parts by weight of water was placed in a container. Next, 30 parts by weight of sodium 
hydroxide solution (50 weight %) was added to the container. This solution was further diluted with water by 10 times. 
A plain weave Tencel fabric (10 grams) having a basis weight of 150g/m^ was immersed in the diluted aqueous solution 
(temperature: 25''C), squeezed with rolls at squeezing rate of 100%, and heated at 120 ''C for 5 minutes by using a 
tenter. The fabric was then washed in hot water, added by acetate (90wt.% aqueous solution) so as to neutralize, and 

40 then was washed in water. TTiereafter, the fabric was dried in air and made to be a test fabric sample. When the nitrogen 
amount of the obtained test fabric sample was determined by a macro Kjeidahl method, it was 0.2 weight %. Table 1 
shows the results of the fibrillation property test of the obtained test fabric sample. 

Comparative Example 2 

45 

[0085] 100 parts by weight of aqueous solution consisting of 30 parts by weight of tetramethylenebis ((3-chloro-2- 
hydroxypropyl) dimethylammonium chloride). 10 parts by weight of its dimer (hereinafter. ''C14'' will be used for a mix- 
ture of a monomer and a dimer) and 60 parts by weight of water was placed in a container. Next. 30 parts by weight of 
sodium hydroxide solution (50 weight %) was added in the container. This solution was further diluted with water by 10 

so times. A plain weave Tencel fabric (10 grams) having a basis weight of I50g/m^ was immersed in the diluted aqueous 
solution (temperature: 25'*C). squeezed with rolls at squeezing rate of 100%, and heated at 120 "C for 5 minutes by 
using a tenter. The fabric was then washed in hot water, added by acetate (90wt% aqueous solution) so as to neutralize 
and then was washed in water. Thereafter, the fabric was dried in air and made to be a test fabric sample. When the 
nitrogen amount in the obtained test fabric was determined by a macro Kjeidahl method, it was 0.2 weight %. Table 1 

55 shows the results of the fibrillation property test of the obtained test fabric sample. 
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nnm paralive Example 3 

[0086] Plain weave Tencel fabric (basis weight: 1 50 g/tr?) was immersed and treated in an aqueous solution including 
3.0 % of aqueous solution of 50% glutaraldehyde and 1% of aqueous solution of 85% phosphoric add. The treated lab- 
5 ric was heated at 1 20*C for 5 minutes to dryness by using a tenter. Next, the fabric was washed in highly diluted aque- 
ous ammonia and squeezed to dryness. 

[0087] Table 1 shows the results of the fibrillation properties of the test fabric samples. 
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[0088] As is apparent from Examples 1 to 9 in Table 1 . the compound A of the present invention shows the excellent 
result. On the other hand. In Comparative Example 1 . the fibrillation could be prevented but the feeling was deteriorated 
35 and thus the features of refined cellulose fibers were damaged. Furthermae, in the compound having a carbon number 
of 14 or more as in Comparative Example 2. the fibrillation effect tends to be reduced. In addition, in Comparative 
Exarrple 3. the fibrillation could be prevented but the touch was deteriorated. 

[0089] In the above-mentioned Examples, the refined cellulose, which is the most easily fibrlllated in all the cellulose 
fibers, was used. However, in the present invention, cellulose is not limited to this alone. The present invention can use 

40 regenerated fibers such as viscose rayon (rayon, polynosic, polyviscose. etc.), cuprammonium rayon (Cupra, Bemberg. 
etc.) f bers. or the like: semisynthetic fibers such as cellulose acetate (acetate, diacetate, triacetate) fibers, promix (poly- 
acrylonitrile-milk protein graft ftoer), or the like; or natural fibers such as cotton, linen; or the like. Besides the above, 
fibers including —OH group, for example, vinylon [— {CHg-CHOHjn— , wherein n denotes a positive integer to represent 
a repetitive unit number of the polymer] and polychlal [a copolymer of — (CHg— CHCl)n-and --(CH2— CHOH)^— , 

45 wherein n denotes a positive integer to represent a repeating unit number of the polymer], or the like, are usable. 

Example 10 

(Treating bath of deep dyeing pretreatment) 

50 

[0090] A treating bath was prepared by mixing 5 parts by weight of the compound obtained In the Synthesis Example 
1 . 4 parts by weight of emulsifier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. 

55 (Treating method of deep dyeing pretreatment) 

[0091] A plain weave Tencel fabric (trade name of Coutaulds Fibers, a refined cellulose) (10 gram) having a basis 
weight of ISOg/m^ was immersed in the above-mentioned aqueous solution (temperature: 25**C). squeezed with rolls 
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at squeezing rate of 100%, and heated at 120 ""C for 5 minutes by using a tenter. The fabric was then washed in hot 
water, added by acetate (90wt.% aqueous solution) so as to neutralize, and then washed in water. Thus, the deep dye- 
ing pretreatment fabric was made. 

5 (Dyeing method) 

10092] Dyeing was carried out as follows: the above-obtained deep dyeing pretreated fabric was immersed in a bath 
including dye and 50g/litre of mirabillte anhydride. The bath was heated to eO'^C. Five minutes after heating, alkali was 
added and retained for 60 minutes so as to can^y out a dyeing. 
10 [0093] In this method, as the reactive dye. C.I. Reactive Yellow 1 7 (1 % on the weight of fiber (o. w. f. will be referred 
to for abbreviation, hereinafter). C.l. Reactive Red 21 (1 % o.w.f.) and C.I. Reactive Blue 19 (1 % o.w.f.) were used. Fur- 
thermore, as the alkali, 20g/liter of soda ash was used. Table 2 shows the results of the dyeing property test of the 
obtained test fabric sample. 

[0094] Moreover, an evenly dyed material was obtained. 

15 

Example 11 

(Treating bath of deep dyeing pretreatment) 

20 [0095] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesizing Exam- 
ple 2. 4 parts by weight of emulsif ier (20 mole adduct of stearyl alcohol ethylene oxide) and 1 00 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. 

[0096] The same treating method and dyeing method as Example 10 were carried out. Table 2 shows the resujts of 
the dyeing property test of the obtained test fabric sample. 
25 [0097] Moreover, an evenly dyed material was obtained. 

Example 12 

(Treating bath of deep dyeing pretreatment) 

30 

[0098] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesizing Exam- 
ple 3, 4 parts by weight of emulsif ier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. 

[0099] The same treating method and dyeing method as Example 10 were employed. Table 2 shows the results of 
35 the dyeing property test of the obtained test fabric sample. 
[01 00] Moreover, an evenly dyed material was obtained. 

Comparative Example 4 

40 (Dyeing method) 

[0101] Dyeing was carried out as follows: a plain weave Tencel fabric was immersed in a bath including dye and mira- 
biiite anhydride in an amount of 50g/liter The bath was heated to 60^C. Five minutes after heating, alkali was added and 
retained for 60 minutes so as to carry out a dyeing. 
45 [0102] In this method, as the reactive dye. C.l. Reactive Yellow 17 (1 % o.w.f.), C.l. Reactive Red 21 (1 % o.w.f.) and 
C.l. Reactive Blue 19 (1 % o.w.f.) were used. Furthermore, as the alkali. 20gyiiter of soda ash was used. Table 2 shows 
the results of the dyeing property test of the obtained test fabric sample. 

Example 1? 

so 

(Treating bath for deep dyeing pretreatment) 

[01 03] A treating bath was prepared by mixing 5 parts by weight of the compound obtained in the Synthesizing Exam- 
ple 1 . 4 parts by weight of emulsif ier (20 mole adduct of stearyl alcohol ethylene oxide) and 100 parts by weight of water. 
55 and then adding 2 parts by weight of sodium hydroxide to the mixture. 
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(Treating method) 

[0104] A plain weave Tencel fabric (trade name of Coutautds Fibers, a refined cellulose fiber) (1 0 gram) having a basis 
weight of 150gAn^ was immersed in the above-mentioned aqueous solution (temperature: 25''C). squeezed with rolls 
5 at squeezing rate of 100%. heated at 120 ''C for 5 minutes by using a tenter. The fabric was washed in hot water, ace- 
tate added (90 wt.% aqueous solution) so as to neutralize, and then washed in water. Thus, the deep dyeing pretreal- 
ment ftibric was made. 

(Dyeing method) 

10 

[0105] Dyeing was carried out as follows: the above-obtained deep dyeing pretreatment fabric was imniersed in a bath 
including dye and mirabiirte anhydride in an amount of lOg/liter. The bath was heated to 98°C and retained for 60 min- 
utes so as to can-y out a dyeing. 

[0106] In this method, as the reactive dye, C.I. Reactive Yellow 17(1 % on the weight of fiber (o. w, f.). C.I. Reactive 
IS Red 21 (1 % o.w.f.) and C.l. Reactive Blue 19 (1 % o.w.f.) were used. Table 2 shows the results of the dyeing property 
test of the obtained test fabric sample. 
[0107] Moreover, an evenly dyed material was obtained. 

Example 14 

20 

[01 08] (Treating batii of deep dyeing pretreatment) 

[01 09] A treating bath was prepared by mixing 5 parts by weight of the compound obtained In the Synthesizing Exam- 
ple 2. 4 parts by weight of emulsif ler (20 mole adduct of stearyl alcohol ethylene oxide) and 1 00 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. The same treating method and dyeing method 
25 as Example 10 were carried out. Table 2 shows the results of dyeing property test of the obtained test fabric. 
[01 1 0] Moreover, an evenly dyed material was obtained. 

Ex a m p le 1 5 

30 (Treating bath of deep dyeing pretreatment) 

[01 11 ] A treating bath was prepared by mixing 5 parts by weight of the conpound obtained in the Synthesizing Exam- 
ple 3, 4 parts by weight of emulsif ier (20 mole adduct of stearyi alcohol ethylene oxide) and 1 00 parts by weight of water, 
and then adding 2 parts by weight of sodium hydroxide to the mixture. The same treating method and dyeing method 
35 as Example 10 were canried out. Table 2 shows the results of dyeing property test of the obtained test fabric. 
[01 1 2] Moreover, an evenly dyed material was obtained. 

Comparative Example 5 

40 (Dyeing method) 

[0113] Dyeing was carried out as follows: 10 grams of plain weave Tencel fabric (trade name of Coutaulds Fibers, a 
refined cellulose) having a tresis weight of 150g/m^ was immersed In a bath Including dye and mirabilite anhydride in 
an amount of lOg/liter. The bath was heated to 98°C and retained for 60 minutes so as to carry out a dyeing. 
45 [0114] In this method, as the direct dye, C.l. Direct Yellow 105 (0.5 % o.w.f.), C.l. Direct Red 80 (0.5% o.w.f.) and C.l. 
Direct Blue 199 (0.5 % o.w.f.) were used. 

(Evaluation method) 

50 [01 1 5] The dyed fabric of Examples 1 0 to 1 2. the dyed fabric of Conrparative Example 4, the dyed fabric of Examples 
1 3 to 1 5 and the dyed fabric of Comparative Example 5 were evaluated for the color tones by using a colorimeter (CCM 
system: SICOMU 20 produced by Sumika Chemical Analysis Service Ltd.). The dyed concentration of the dyed fabric 
obtained in Comparative Example was 100 as a reference, and the concentration ratios of tiie dyed fabrics of Examples 
were evaluated and compared. In other words, when the concentration ratio of the dyed fabric of each Example is 100 

55 % or more, it can be judged that the deep dyeing efficiency was obtained. 

[01 1 6] Table 2 shows the results of the dyeing test with respect to the dyed fabric obtained in Exarrples and Compar- 
ative Examples. 
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Tables 



Results of the dyeing property 
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113 
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112 


Example 15 


112 
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toil 71 As is apparent from Table 2. the results of Exanrples 10 to 15 show that the compound A of the present inven- 
tion has the deep dyeing effect. 

[01 1 8] In the above-mentioned Examples, reactive dye and direct dye. which have the lowest dyeing rate to the fabric 
material among the cellulose dyeing, were used. However, the present invention is not limited to this alone, and a vat 
dye, a sulphur dye. a naphthol dye, or the like, can be used. Moreover, as the fabric material, the refined cellulose was 
used. However, the present invention was not limited to this alone, and a cotton fiber, viscose rayon (rayon, polynosic. 
polyviscose, or the like), cuprammonium rayon (regenerated cellulose fiber such as Cupra, etc.), natural cellulose fibers 
such as linen, or the like, are applicable. 



Claims 



1. A modifier of cellulose fibers, which contains a chlorohydrin group at the terminal of a compound A expressed by 
the following chemical formula: 

(Chemical Formula 1) 



R+--(0CH2CH) m-OCH2CHCH2-C 1 
CH2CI OH 



(Compound A) 



wherein, R denotes an organic group including a hydrocariaon group, an alkanolamine group, an aromatic group 
and/or a group including a polyoxyalkylene adduct; m denotes a positive integer of 0 to 3 and can be represented 
by a plurality of values; and k denotes a positive integer of 2 to 6. 

2. The modifier of cellulose fibers according to claim 1. which is selected from an anti-fibrillation agent and a deep 
dyeing agent. 

3. The modifier of cellulose fibers according to claim 1 , wherein said cellulose fiber is at least one selected from the 
group consisting of a cotton fiber, viscose rayon, cuprammonium rayon, a refined cellulose fiber, a regenerated cel- 
lulose fiber and a linen f ber. 

4. The modifier of cellulose fibers according to claim 1 . wherein the fixing amount of the modifier expressed by said 
chemical formula (compound A) with respect to the cellulose fiber is in ttie range from 0.05 to 10 weight %. 

5. The modifier of cellulose fibers according to claim 4. wherein the fixing amount of the nxxJifier expressed by said 
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chemical formula (compound A) with respect to the celluloee fiber is in the range from 0.1 to 8 weight %. 

6. The modifier of cellulose fibers according to claim 5. wherein the fixing amount of the modifier expressed by said 
chemical formula (compound A) with respect to the cellulose f toer is in the range from 0.2 to 5 weight %. 

5 

7. The modifier of cellulose fibers according to claim 1, wherein the modifier expressed by said chemical formula 
(compound A) is an aqueous composition and the concentration of said chemical formula (compound A) in said 
aqueous composition is 1 to 30 parts k>y weight with respect to 100 parts by weight of water. 

10 8. The modifier of cellulose fibers according to claim 1 , wherein R of said chemical formula (compound A) is selected 
from the group consisting of a hydrocarbon group that is a residue after glycerin, sorbitol, and polymer of not more 
than a decamer of polyethylene glycols are reacted with each other; an alkanolamine group Including a trieth- 
anolamine group or a diethanolamine group; and a cresol groi^. a bisphenol A group or a bisphenpl S group. 

15 9. A modification method of cellulose fibers comprising 

bringing a compound A expressed by the following chemical formula into contact with a cellulose fiber in an 
aqueous phase in the presence of an alkali metal compound, and 
crosslinking the cellulose fibers. 

20 

(Chexnical Formula 2) 

(Compound A) 

k 



25 



R- 



-(OCH2CH) JB-OCH2CHCH2-C 1 



CH2C 1 



I 

OH 



30 wherein, R denotes an organic group including a hydrocarbon group, an alkanolamine group, an aromatic 

group and/or a group including a polyoxyalkylene adduct; m denotes a positive integer of 0 to 3 and can be rep- 
resented by a plurality of values; and k denotes a positive Integer of 2 to 6. 

10. The modification method of cellulose fibers according to claim 9. which is selected from an anti-fibrillation method 
35 and a deep dyeing method. 

11. The modification method of cellulose fibers according to claim 9, wherein said compound A is in an aqueous com- 
position in a concentration of 1 to 30 parts by weight with respect to 1 00 parts by weight of water. 

40 12. The modification method of cellulose fibers according to claim 9, wherein the addition amount of alkali metal com- 
pound In moles is 1 to 3 times the molar number of chlorohydrin group at the terminal of said compound A. 

1 3. The modification method of cellulose fibers according to daim 1 2, wherein the addition amount of alkali metal com- 
pound in moles Is 1 .1 to 2.5 times the molar number of chlorohydrin group at the terminal of said compound A. 

45 

14. The modification method of cellulose fibers according to claim 9, which is selected from the group consisting of an 
immersing method including a room temperature standing method and a heat stirring method; a padding method 
including a pad-roll method, a calendar method, an ink jet printing method, a pad dry cure method or a pad steam 
method; a textile printing method; a spray method; and a cold batch method. 

50 

15. The modification method of cellulose fibers according to claim 9. wherein said alkali metal compound is an alkali 
metal hydroxide. 

16. The modrfication method of cellulose fibers according to daim 15. wherein said alkali metal hydroxide is at least 
55 one selected from the group consisting of sodium hydroxide (NaOH) and potassium hydroxide (KOH). 
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